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residue, gives the silica and other mineral matter with the
carbon. Subtracting this remainder from the total weight
of the carbonaceous residue, gives the weight of the graphite.

Instead of using a "Gooch" crucible, two small tared filters
can be taken and then the residue burned out in an ordinary cruci-
ble, but this is not nearly so convenient.

The above method is essentially that given by A. B. Harrison in
Methods of Iron Analysis used around Pittsburg, 2nd Edition, p. -85,
For variations of the method, and discussion of the results, consult:

Daugherty.   Chem. News. Sept. 8,1899.
Crobaugh.   Jour. Am. Chem. Soc. 1894 p. 104.
Auchy.   Jour. Am. Chem. Soc. 1900 p. 47. sp. gr. 1.1 or of HNO3 sp.
